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Kortfors. The pigs are cast with deep notches so that they can
be broken into pieces about 5 ins. long, 3 ins. wide, and 2 ins.
thick. This iron was intended for crucible steel. (Analysis on p. 11.)
A most remarkable example of segregation is shown in
Fig. 50. The drawing is the natural thickness of the casting.
This iron is from a regular cupola mixture. At the left-hand
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portion of the casting there are gray surfaces, then next under
each is a white section of about the same thickness, then two
gray sections, and at the center another white section, all
of equal thickness, making seven distinct strata in a casting
T^ of an inch thick. At the right the central white section is
again divided making nine strata, five gray and four white.
Considering the short time for such a casting to become solid the
change of conditions to produce each separate strata must have
been nearly instantaneous.